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(54) Conductive roll 

(57) A conductive roll has a conductive layer of an 
elastic material, a resistance adjusting layer, and a pro- 
tective layer which are formed on the outer periphery of 
a shaft in the order mentioned. The resistance adjusting 
layer is formed from a composition containing 10 to 150 
parts by weight of an electron conductive agent, not 
more than two parts by weight of an ion conductive 
agent and 20 to 80 parts by weight of an insulating filler, 
relative to 100 parts by weight of nitrile rubber, or nitrile 
rubber hydride as a base material. The roll has a prop- 
erly controlled environment dependence of its electric 
resistance, and avoids any trouble, such as enlarged 
picture defects, when employed in an electrophoto- 
graphic process. 
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Description 

BACKGROUND OF THE INVENTION 

1 . Field of the Invention: 

[0001] This invention relates to a conductive roll, 
such as a charge roll. This invention is suitable for use 
in, for example, a copying machine, or printer in which 
an electrophotographic process is employed. 

2. Description of the Related Art: 

[0002] There is known a conductive roll having, for 
example, a conductive layer of an elastic material, a 
resistance adjusting layer and a protective layer which 
are formed on the outer periphery of a shaft in the order 
mentioned. The conductive layer is generally intended 
for, for example, imparting electric conductivity to the 
roll, enabling the roll to make intimate contact with a 
photosensitive drum and preventing any resonance 
noise from being made between the roll and the photo- 
sensitive drum upon application of an AC voltage. The 
resistance adjusting layer is generally intended for, for 
example, adjusting the electric resistance of the whole 
roll and improving its resistance to leak. The protective 
layer is generally intended for, for example, preventing 
the adherence of any toner to the roll surface and the 
contamination of the photosensitive drum by bleeding or 
blooming from the inside of the roll. An electron conduc- 
tive agent, such as carbon black, or an ion conductive 
agent, such as a conjugated system polymer, has so far 
properly been employed, if necessary, in the resistance 
adjusting layer for imparting electric conductivity to it, or 
adjusting its electric resistance. 

SUMMARY OF THE INVENTION 

[0003] The electric resistance which is determined 
by an ion conductive agent depends on its electron 
traverse speed. The electron traverse speed is high at a 
high temperature and a high humidity (while bringing 
about a low resistance), and low at a low temperature 
and a low humidity (while bringing about a high resist- 
ance). It has, therefore, been a drawback of a resistance 
adjusting layer containing an ion conductive agent that 
its electric resistance varies greatly according to its 
environment, thereby causing a variation in the density 
of an image produced. 

[0004] On the other hand, it has been a drawback of 
a resistance adjusting layer containing an electron con- 
ductive agent that its electric resistance depends on its 
working history, or the conditions of its extrusion mold- 
ing, such as the extruding temperature, thereby bringing 
about an image density lacking stability. 
[0005] In order to solve these problems, the present 
inventors have paid attention to a number of points as 
stated below. An electron conductive agent, such as 



carbon black, has an enlarged or reduced distance 
between its particles according to an increase or 
decrease in volume of its matrix which depends on tem- 
perature. Therefore, it tends to show a high electric 

5 resistance at a high temperature and a high humidity 
and a low electric resistance at a low temperature and a 
low humidity, as opposed to an ion conductive agent. 
[0006] It has, however, been found that the depend- 
ence of a resistance adjusting layer upon its environ- 

io ment as stated above can be controlled effectively if it 
contains both an electron conductive agent and an ion 
conductive agent in appropriate proportions, it has also 
been found that, if such is the case, the dependence of 
its electric resistance upon its working history can be 

15 effectively controlled, too. 

[0007] It has further been found that the incorpora- 
tion of insulating particles conforming to certain condi- 
tions in a resistance adjusting layer makes it possible to 
prevent the cohesion of its electron conductive agent 

20 and control the dependence of its electric resistance 
upon its working history still more effectively. It has also 
been found that the incorporation of insulating particles 
makes it possible to prevent any increase or enlarge- 
ment of picture defects (e.g. due to defects of a drum in 

25 a copying machine) and give a greatly improved surface 
to the resistance adjusting layer. 
[0008] Thus, this invention resides in a conductive 
roll comprising a conductive layer of an elastic material, 
a resistance adjusting layer and a protective layer which 

30 are formed on the outer periphery of a shaft in the order 
mentioned, wherein the resistance adjusting layer is 
formed from a composition containing 10 to 150 parts 
by weight of an electron conductive agent, not more 
than two parts by weight of an ion conductive agent and 

35 20 to 80 parts by weight of an insulating filler, relative to 
1 00 parts by weight of nrtrile rubber, or nitrile rubber 
hydride as a base material. 

[0009] According to this invention, the resistance 
adjusting layer contains both an electron conductive 

40 agent and an ion conductive agent in optimum propor- 
tions. Therefore, the resistance adjusting layer shows a 
stable electric resistance in an environment having from 
a low temperature of, say, 10°C and a low humidity of, 
say, 10% to a high temperature of, say, 30°C and a high 

45 humidity of, say, 90%. Thus, the dependence of its elec- 
tric resistance upon its environment can be greatly low- 
ered. Moreover, the resistance adjusting layer has an 
effectively controlled dependence of its electric resist- 
ance upon its working history. 

so [0010] Any proportion of the electron conductive 
agent below 10 parts by weight is undesirable, since no 
sufficient effect can be obtained from its incorporation. 
Any proportion thereof exceeding 1 50 parts by weight is 
also undesirable, since the resistance adjusting layer 

55 becomes less easy to process and the electron conduc- 
tive agent becomes lower in dispersibility. Any propor- 
tion of the ion conductive agent exceeding two parts by 
weight is also undesirable, since it separates in an envi- 
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ronment having a high temperature and a high humidity. 
[0011] According to this invention, the resistance 
adjusting layer contains also an insulating filler in a cer- 
tain range of parts by weight. It makes the cohesion of 
the electron conductive agent, such as carbon black, s 
less likely to occur, and makes it possible to prevent 
effectively any drop in electric resistance of the resist- 
ance adjusting layer. Therefore, it is possible to prevent 
effectively any trouble caused by electric shortcircuiting, 
such as enlarged picture defects, when the photosensi- - io 
tive drum has a chipped or broken portion. Moreover, 
the filler gives a smooth surface to the resistance adjust- 
ing layer, and thereby makes it possible to prevent the 
contamination of the roll surface. 

[0012] Referring to the proportion of the insulating is 
filler, its range which is effective for preventing the cohe- 
sion of the electron conductive agent does not neces- 
sarily coincide with its range which is effective for giving 
a smooth surface to the resistance adjusting layer. Its 
proportion as employed for defining this invention is, 20 
therefore, defined by a broader range covering from the 
lowermost proportion in one of the two ranges to the 
uppermost proportion of the other range, thus including 
a proportion which is effective for at least one of those 
two purposes. 25 
[0013] The above and other advantages of the 
invention will become more apparent in the following 
description and the accompanying drawings. 

BRIEF DESCRIPTION OF THE DRAWINGS 30 

[0014] 

Figure 1 is a cross sectional view of a conductive 
roll embodying this invention; and 35 
Figures 2 and 3 are graphs showing the surface 
roughness of a resistance adjusting layer according 
to different embodiments of this invention as ana- 
lyzed by a laser noncontact type displacement 
gauge. 

DETAILED DESCRIPTION OF THE INVENTION 

[001 5] According to a first aspect of this invention, a 
conductive roll has a resistance adjusting layer contain- 
ing more than one, but hot more than two parts by 
weight of an ion conductive agent relative to 100 parts 
by weight of a base material of the layer. According to 
this first aspect, the ion conductive agent exhibits its 
outstanding effectiveness. Although no definite reason 
is known as yet, it is possible that the proportion of the 
ion conductive agent exceeding one part by weight may 
allow it to have a still better balance in quantity with the 
electron conductive agent. 

[0016] According to a second aspect of this inven- 55 
tion, a conductive roll has a resistance adjusting layer 
containing 30 to 75 parts by weight of an insulating filler 
relative to 100 parts by weight of a base material of the 



layer. This range covers only the overlapping portions of 
a range of proportions in which the filler is effective for 
preventing the cohesion of the electron conductive 
agent, and a range in which it is effective for giving a 
smooth surface to the resistance adjusting layer. The 
second aspect, therefore, makes it possible to achieve 
both of the above two purposes effectively. 
[0017] According to a third aspect of this invention, 
a resistance adjusting layer contains two or more kinds 
of differently shaped inorganic insulating fillers. It may, 
for example, contain two or more kinds of materials 
selected from among spherical or bulk silica, flaky mica 
and an inorganic material in whisker form. These com- 
binations are particularly effective for preventing the 
cohesion of the electron conductive agent and giving a 
smooth surface to the resistance adjusting layer, though 
no definite reason is known as yet. 
[0018] According to a fourth aspect of this inven- 
tion, a conductive roll has a protective layer formed from 
a resin composition containing a fluoroacrylic resin. 
This fact makes the contamination of the roll by a toner 
less likely to occur. 

[001 9] According to a fifth aspect of this invention, a 
conductive roll has a protective layer containing graft 
carbon obtained by grafting a polymer to the surfaces of 
carbon black. This aspect is effective for preventing the 
cohesion of carbon black in the protective layer. Thus, 
this aspect, in addition to the insulating filler in the 
resistance adjusting layer as described above, serves to 
prevent any trouble caused by electric shortcircuiting, 
such as enlarged picture defects, when the photosensi- 
tive drum has a chipped or broken portion. 
[0020] Description will now be made of a conduc- 
tive roll in further detail. 

[0021] A conductive roll 1 shown in Figure 1 as an 
example has a conductive layer 3 of an elastic material, 
a resistance adjusting layer 4 and a protective layer 5 
which are formed on the outer periphery of a metal shaft 
2 in the order mentioned. The conductive roll 1 is suita- 
46 ble for use.in, for example, a copying machine, or printer 
in which an electrophotographic process is employed, 
and it is particularly useful as a charge roll used for 
charging a photosensitive drum. 

[0022] Each layer of the conductive roll 1 may have 
45 a thickness as considered appropriate. The conductive 
layer 3 may, for example, have a thickness of 1 to 1 0 mm 
(preferably, say, 2 to 4mm). The resistance adjusting 
layer 4 may have a thickness of 10 to 700 jam(preferably, 
say, 80 to 600 \ixr\). The protective layer 5 may have a 
thickness of 3 to 15 ^im (preferably 5 to 12 jam). 
[0023] The conductive roll 1 may be manufactured 
by any known process. For example, the conductive 
layer 3 of an elastic material and the resistance adjust- 
ing layer 4 may first be formed on the outer periphery of 
the shaft 2 in the order mentioned by mold forming or 
extrusion molding. The protective layer 5 may be formed 
by, for example, dipping. 

[0024] Description will now be made of the conduc- 
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tive layer of an elastic materia! in further detail. The con- 
ductive layer of an elastic material in the roll of this 
invention is formed from a conductive elastic material 
obtained by mixing any known elastic material with any 
known conductive agent. 5 
[0025] The elastic material is preferably a foamed 
material, though it may alternatively be a solid 
unfoamed material. Typical examples of the elastic 
material include an ethylene-propylene-diene terpoly- 
mer, styrene-butadiene rubber, natural rubber and poly- 10 
norbornene rubber, among other kinds of rubber, and 
mixtures of two or more thereof, though other materials 
can also be used. 

[0026] An electron conductive agent, such as car- 
bon black or a metal powder, is usually preferred for use 75 
as the conductive agent. It is also possible to add any 
other kind of agent, such as a known vulcanizing agent, 
vulcanization assistant, or process oil, to the elastic 
material, if required. 

[0027] Description will now be made of the resist- 20 
ance adjusting layer in further detail. A solid unfoamed 
material is preferably used as a base material for the 
resistance adjusting layer, though a foamed material 
can also be used. Nitrile rubber, or nitrile rubber hydride 
is preferably used as the base material, though other 25 
materials can also be used for the base. 
[0028] Nitrile rubber, or nitrile rubber hydride has an 
electric resistance which is higher than that of, for exam- 
ple, epichlorohydrin rubber, or an epichlorohydri methyl- 
ene oxide copolymer which has hitherto been used for 30 
forming a resistance adjusting layer. Therefore, it is pos- 
sible to avoid any excessive drop in electric resistance 
of the layer, even if it may contain carbon black as a con- 
ductive filler. 

[0029] Nitrile rubber, or nitrile rubber hydride, which 35 
is used as the base material, is mixed with carbon black 
as an electron conductive agent, an ion conductive 
agent and an insulating filler. Carbon black is preferably 
employed in the proportion of 10 to 150 parts by weight 
relative to 100 parts by weight of nitrile rubber, or nitrile 4o 
rubber hydride. Although a variety of types of carbon 
black can be used, it is preferable to use one having a 
small structure with an absorption of dibutylphthalate 
not more than 50 ml/100 g, since it does not cause a 
very sharp drop in electric resistance per unit amount 45 
employed. Examples of preferred types of carbon black 
are carbon black having a FT (fine thermal) or MT 
(medium thermal) grade, and colored carbon black used 
for coloring. 

[0030] The ion conductive agent is preferably so 
employed in the proportion not exceeding two parts by 
weight, and more preferably exceeding one part, but not 
more than two parts by weight relative to 1 00 parts by 
weight of nitrile rubber, or nitrile rubber hydride. Pre- 
ferred examples of the ion conductive agent are quater- 55 
nary ammonium salts, such as trimethyloctadecyl 
ammonium perchlorate and benzyltri methyl ammonium 
chloride, though other substances can also be used as 



such. 

[0031] The insulating filler is preferably employed in 
the proportion of 20 to 80 parts, or more preferably 30 to 
75 parts by weight relative to 100 parts by weight of 
nitrile rubber, or nitriie rubber hydride. No limitation is 
made to the insulating filler to be used for the purpose of 
this invention, or its particle shape. It is, however, partic- 
ularly preferable to use two or more kinds of differently 
shaped inorganic fillers together. Preferred examples of 
the inorganic fillers are silicic acids and silicates. Spher- 
ical or bulk silica and flaky mica are preferred examples 
of inorganic fillers having various particle shapes. 
[0032] Description will now be made of the protec- 
tive layer in further detail. The protective layer is usually 
formed from a resinous material. Examples of the resin- 
ous material are a f luoroacrylic resin, a polyamide resin, 
an acrylic resin and a fluororesin, though other kinds of 
resins can also be used. A particularly preferable pro- 
tective layer is, however, formed from a resin composi- 
tion containing a f luoroacrylic resin, i.e. a f luoroacrylic 
resin, or a mixture thereof with another kind of resin. In 
the event that an electron conductive agent is added to 
the protective layer, it is preferable to use graft carbon, 
so that the cohesion of carbon black may be prevented, 
as stated before. 

EMBODIMENTS 

Manufacture of Conductive Rolls: 

[0033] A material for forming a conductive layer of 
an elastic material was prepared by mixing 100 parts by 
weight of ethylene-propylene rubber, 10 parts by weight 
of carbon black, 40 parts by weight of process oil, 5 
parts by weight of zinc oxide, one part by weight of sul- 
fur, one part by weight of a thiazole type vulcanization 
accelerator, one part by weight of a thiuram-based vul- 
canization accelerator and 1 5 parts by weight of dinitro- 
sopentamethylenetetramine as a foaming agent. Nitrile 
rubber compositions according to Examples 1 to 4 as 
stated below were each prepared as a material for a 
resistance adjusting layer. 

Example 1 

[0034] A composition containing 100 parts by 
weight of nitrile rubber, 1.5 parts by weight of an ion 
conductive agent and 30 parts by weight of clay as the 
only insulating inorganic filler, and not containing carbon 
black. 

Example 2 

[0035] A composition containing 100 parts by 
weight of nitrile rubber, 70 parts by weight of carbon 
black and 30 parts by weight-of bulk silica as the only 
insulating inorganic filler, and not containing any ion 
conductive agent. 
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Example 3 

[0036] A composition containing 100 parts by 
weight of nitrile rubber, 70 parts by weight of carbon 
black, one part by weight of an ion conductive agent and s 
two kinds of insulating inorganic fillers. The two kinds of 
insulating inorganic fillers were silica and mica mixed in 
substantially equal proportions and making a total of 60 
parts by weight. 

10 

Example 4 

[0037] A composition containing 100 parts by 
weight of nitrile rubber, 70 parts by weight of carbon 
black, two parts by weight of an ion conductive agent is 
and the same two kinds of insulating inorganic fillers as 
those employed in Example 3. 

[0038] Then, the material for a conductive layer and 
each of the materials according to Examples 1 to 4 were 
extruded by an extruder to form a double cylindrical 20 
body. An iron shaft having a diameter of 6 mm was 
inserted into each cylindrical body. Each double cylindri- 
cal body holding a shaft was placed in a mold, and 
heated at 150°C for 60 minutes for the foaming and vul- 
canization of each layer, whereby a conductive roll was 25 
obtained. 

Testing of Conductive Rolls: 

[0039] Each conductive roll as obtained above was 30 
brought into contact with a metal roll having a diameter 
of 30 mm. Their contact was made in three different 
environments L, N and H. L means an environment of 
low temperature and humidity having a temperature of 
10°C and a humidity of 10%, N means an environment 35 
of normal temperature and humidity having a tempera- 
ture of 20°C and a humidity of 60%, and H means an 
environment of high temperature and humidity having a 
temperature of 30°C and a humidity of 90%. The con- 
ductive roll was pressed against the metal roll by apply- 40 
ing a load of 500 gf to each end of the shaft, and the 
electric resistance of each conductive roll was meas- 
ured by applying a DC voltage of -100 V thereto. 
[0040] As a result, the roll according to Example 1 
showed an electric resistance of 2.1 x 10 6 CI (2 in the 45 
environment L, 4:8 x 10 5 CI in the environment N, and 

8.7 x 10 4 Q in the environment H. Thus, the roll was 
found to have a very high environment dependence of 
its electric resistance. 

[0041] The roll according to Example 2 showed an so 
electric resistance of 3.3 x 10 5 O in the environment L, 

4.8 x 1 0 5 n in the environment N, and 7.3 x 1 0 5 CI in the 
environment H. Thus, the roll was found to have a con- 
siderably high environment dependence of its electric 
resistance. 55 
[0042] The roll according to Example 3 showed an 
electric resistance of 3.8 x 10 5 CI in the environment L, 

5 x 10 5 Q in the environment N, and 5 x 10 5 CI in the 



environment H. Thus, the roll was found to have a very 
low environment dependence of its electric resistance. 
[0043] The roll according to Example 4 showed an 
electric resistance of 4.5 x 10 5 CI in the environment L, 
3.1 x 10 5 CI in the environment N, and 3.1 x 10 5 f2 in the 
environment H. Thus, the roll was found to have a very 
low environment dependence of its electric resistance. 

Testing Resistance of Products Having Different Work- 
ing Histories: 

[0044] The nitrile rubber compositions according to 
Examples 2 and 3 were each extruded to form three dif- 
ferent resistance adjusting layers by setting the temper- 
ature of the extruder head at 80°C, 90°C and 100°C, 
respectively. The electric resistance of a conductive roll 
including each such resistance adjusting layer was 
measured by repeating the method and conditions 
described above. 

[0045] As a result, the roll having a resistance 
adjusting layer formed from the composition according 
to Example 2 by extrusion at a head temperature of 
80°C showed an electric resistance (in the environment 
N) of 3.1 x 10 5 CI the roll having a layer formed at a 
head temperature of 90° C showed an electric resist- 
ance of 4.5 x 10 5 n,the roll having a layer formed at a 
head temperature of 100°C showed an electric resist- 
ance of 2.3 x 10 5 Q Thus, the rolls having their resist- 
ance adjusting layers formed from the composition 
according to Example 2 were found to have a consider- 
ably high dependence of their electric resistance on 
their working history. 

[0046] The roll having a resistance adjusting layer 
formed from the composition according to Example 3 by 
extrusion at a head temperature of 80°C showed an 
electric resistance(in the environment N) of 4.8 x 10 5 O, 
the roll having a layer formed at a head temperature of 
90°C showed an electric resistance of 5.0 x 10 5 CI the 
roll having a layer formed at a head temperature of 
100°C showed an electric resistance of 4.9 x 10 5 Cl 
Thus, the rolls having their resistance adjusting layers 
formed from the composition according to Example 3 
hardly showed any dependence of their electric resist- 
ance on their working history. 

Testing of Surface Roughness: 

[0047] The nitrile rubber compositions according to 
Examples 2 and 3 were extruded under the same con- 
ditions. The roughness of the surface of each extruded 
product was analyzed by a laser noncontact type dis- 
placement gauge which had been supplied by Keyence 
Corporation. 

[0048] The results obtained from the products of the 
compositions according to Examples 2 and 3 are shown 
in Figures 2 and 3, respectively, on the same contrac- 
tion scale. As is obvious from a comparison of the two 
graphs, the composition according to Example 3 gave a 
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by far smoother surface than that according to Example 
2. The composition according to Example 2 contained 
only one kind of insulating inorganic filler, while that 
according to Example 3 contained two kinds of insulat- 
ing inorganic fillers, silica and mica, in substantially 5 
equal proportions making a total proportion equal to 
that of the filler in the composition according to Example 
2, as stated before. 

Examination of Protective Layers: 10 

[0049] The structure of a protective layer on a con- 
ductive roll was mainly examined for its possible effects 
on increase or enlargement of picture defects. A con- 
ductive roll having a resistance adjusting layer and a 15 
protective layer according to each of Examples 5 to 10 
below was prepared, and installed in an ordinary elec- 
trophotographic apparatus. The apparatus was oper- 
ated to examine the roll for any enlarged picture defects. 

20 

Example 5 

[0050] A roll had its resistance adjusting layer 
formed from the same composition as that according to 
Example 4 above. Its protective layer was formed from a 25 
fluoroacrylic resin .to which graft carbon as described 
before had been added. Its examination did not reveal 
any enlarged picture defects. 

Example 6 30 

[0051] A roll had its resistance adjusting layer 
formed from the same composition as that according to 
Example 4 above. Its protective layer was formed from a 
fluoroacrylic resin to which a metal oxide had been 35 
added as an electron conductive agent. Its examination 
revealed some enlarged picture defects. 

Example 7 

40 

[0052] A roll had its resistance adjusting layer 
formed from the same composition as that according to 
Example 2 above. Its protective layer was formed from a 
fluoroacrylic resin to which graft carbon as described 
before had been added. Its examination revealed some 45 
enlarged picture defects. 

Example 8 

[0053] A roll had its resistance adjusting layer so 
formed from the same composition as that according to 
Example 2 above. Its protective layer was formed from a 
fluoroacrylic resin to which a metal oxide had been 
added as an electron conductive agent. Its examination 
revealed some enlarged picture defects. 55 



Example 9 

[0054] A roll had its resistance adjusting layer 
formed from the same composition as that according to 
Example 1 above. Its protective layer was formed from a 
fluoroacrylic resin to which graft carbon as described 
before had been added. Its examination did not reveal 
any enlarged picture defects. 

Example 10 

[0055] A roll had its resistance adjusting layer 
formed from the same composition as that according to 
Example 1 above. Its protective layer was formed from a 
fluoroacrylic resin to which a metal oxide had been 
added as an electron conductive agent. Its examination 
revealed some enlarged picture defects. 
[0056] While the preferred embodiments have been 
described, variations thereto will occur to those skilled 
in the art within the scope of the present inventive con- 
cepts which are delineated by the following claims. 

Claims 

1. A conductive roll comprising a conductive layer of 
an elastic material, a resistance adjusting layer, and 
a protective layer which are formed on the outer 
periphery of a shaft in the order mentioned, said 
resistance adjusting layer being formed from a 
composition containing 1 0 to 1 50 parts by weight of 
an electron conductive agent, not more than two 
parts by weight of an ion conductive agent and 20 
to 80 parts by weight of an insulating filler, relative 
to 100 parts by weight of nitrile rubber, or nrtrile rub- 
ber hydride as a base material. 

2. A conductive roll as set forth in claim 1, wherein 
said electron conductive agent is carbon black. 

3. A conductive roll as set forth in claim 2, wherein 
said carbon black has an absorption of dibutyl- 
phthafate not more than 50 ml/100 g. 

4. A conductive roll as set forth in any one of claims 1 
to 3, wherein said ion conductive agent has a pro- 
portion exceeding one part by weight but not more 
than two parts by weight. 

5. A conductive roll as set forth in any one of claims 1 
to 4, wherein said ion conductive agent is a quater- 
nary ammonium salt. 

6. A conductive roll as set forth in any one of claims 1 
to 5, wherein said filler has a proportion of 30 to 75 
parts by weight. 

7. A conductive roll as set forth in any one of claims 1 
to 6, wherein said filler is a mixture of at least two 
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kinds of differently shaped inorganic substances. 

8. A conductive roll as set forth in any one of claims 1 
to 7, wherein said protective layer is formed from a 
fluoroacrylic resin, or a mixture thereof with another s 
resin. 

9. A conductive roll as set forth in any one of claims 1 r _ 
to 8, wherein said protective layer contains graft 
carbon obtained by grafting a conductive polymer to io 
the surfaces of carbon black. 

10. A conductive roll as set forth in any one of claims 1 
to 9, wherein said roll is a charge roll for charging a 
photosensitive drum in a copying machine, or 15 
printer. 
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